(19) 



J 



(12) 



(43) Date of publication: 

13.10.1999 Bulletin 1999/41 

(21) Application number: 99201939.8 

(22) Date of filing: 27.01 .1 988 



Europdisches Patentamt 
European Patent Office 
Office europ6en des brevets (11) E P 0 949 278 A2 

EUROPEAN PATENT APPLICATION 

(51) Int. CI. 6 : C08F 10/00, C08F 4/603 



(84) Designated Contracting States: 


(72) Inventors: 


AT BE DE ES FR GB IT LU NL SE 


• TUrner, Howard William 


(30) Priority: 30.01.1987 US 8800 


Campbell, California 95008 (US) 


• Hlatky, Gregory George 


22.12.1987 US 133480 


Morrow, Ohio 45152 (US) 


(62) Document number(s) of the earlier application(s) in 


(74) Representative: 


accordance with Art. 76 EPC: 


Veldhuizen, Albert Dirk Willem et al 


93201186.9 / 0 558 158 


Exxon Chemical Europe Inc., 


91113752.9/0 468 537 


P.O. Box 105 


(71) Applicant: 


1830 Machelen (BE) 


Exxon Chemical Patents, Inc. 


Remarks: 


Houston, Texas 77079 (US) 


This application was filed on 16 - 06 - 1 999 as a 




divisional application to the application mentioned 




under INID code 62. 



CM 
< 
00 

CM 
O) 

o> 
o 

Q. 
LU 



(54) Polymeric product produced with catalyst comprising an ion pair 



(57) A catalyst is prepared by combining a first com- 
pound consisting of a bis(cydopentadienyt)zirconium 
compound having one of the following general formulae: 

1. (A-Cp)ZrXiX2 

I 1 

2. (A-Cp)ZrX'iX , 2 

3. (A-Cp)ZrL 

* ' — I 

4. (Cp*)(CpR)ZrX! 



Wherein: 

(A-Cp) is either (Cp)(Cp*) or Cp-A'-Cp* and Cp and 

Cp* are the same or different substitinted or unsub- 

stituted cyciopentadienyl radicals; 

A' is a covalent bridging group; 

L is an olefin, diolefin or aryne ligand; 

Zr is zirconium; 

X 1 and X 2 are. independently, selected from the 
group consisting of hydride radicals, hydrocarbyt 
radicals, substttuted-hydrocarbyl radicals, organo- 
metalloid radicals and the like; 
X'! and X 2 are joined and bound to the zirconium 



atom to form a metallacycle, in which the zirconium, 
Xt and X 2 form a hydrocarbocyclic ring containing 
from about 3 to about 20 carbon atoms; and 

R is a substituerrt on one of the cyciopentadienyl 
radicals which is also bound to the zirconium atom. 

With a second compound comprising a cation capable 
of donating a proton and a bulky, labile anion containing 
a single boron atom and a plurality of aromatic radicals 
capable of stabilizing the zirconium cation formally hav- 
ing a coordination number of 3 and a valence of +4 
which is formed as a result of the combination, said sec- 
ond compound having the general formula: 



[L'-HnBA^ArjjXaX^r 



Wherein: 



L* is a neutral Lewis base; 
H is a hydrogen atom; 
[L'-H] + is a Bronsted acid; 
B is boron in a valence state of 3; 
Ar 1 and Ar 2 are the same or different aromatic or 
substituted-aromatic hydrocarbon radicals which 
may be linked to each other through a stable bridg- 
ing group; and 

X 3 and X 4 are, independently, selected from the 
group consisting of hydride radicals, halide radicals, 
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hydrocarbyl radicals, substituted-hydrocarbyl radicals, organometalloid radicals and the like. 

Many of the catalysts thus formed are stable and isolable and may be recovered and stored. The catalysts may be pre- 
formed and then used to polymerize olefins, diolefins and/or acetylenically unsaturated compounds either alone or in 
combination with each other or with other monomers or the catalysts may be formed in situ during polymerization by 
adding the separate components to the polymerization reaction. The catalyst will be formed when the two components 
are combined in a suitable solvent or diluent at a temperature within the range from about -1 00°C to about 300°C. The 
catalysts thus prepared afford better control of polymer molecular weight and are not subject to equilibrium reversal. 
The catalysts thus produced are also less pyrophoric than the more conventional Ziegler-Natta olefin polymerization 
catalysts. 
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Description 

[0001 J This a Continuation- In-Part of U. S. Patent Application Serial No. 008,800, filed January 30, 1987. 

5 BACKGROUND OF THE INVENTION 

[0002] This invention relates to compositions of matter which are useful as catalysts, to a method for preparing these 
catalysts, to a method of using these catalysts and to polymeric products produced with these catalysts. More particu- 
larly, this invention relates to catalyst compositions, to a method of preparing these catalyst compositions, to a method 
10 for polymerizing olefins, diolef ins and/or acetylenically unsaturated monomers wherein these catalysts are used and to 
homopolymer and copolymer products produced with these catalysts. 

[0003] The use of soluble Ziegler-Natta type catalysts in the polymerization of olefins is, of course, well known in the 
prior art In general, these soluble systems comprise a Group IV-B metal compound and a metal alkyl cocatalyst, par- 
ticularly an aluminum alkyl cocatalyst. A subgenus of these catalysts is that subgenus comprising a bis(cyclopentadi- 

15 enyl) compound of the Group IV-B metals, particularly titanium, in combination with aluminum alkyl cocatalysts. While 
speculation remains concerning the actual structure of the active catalyst species in this subgenus of soluble Ziegler- 
Natta type olefin polymerization catalysts, it would appear generally accepted that the active catalyst species is a cation 
or a decomposition product thereof which will alkylate an olefin in the presence of a labile stabilizing anion. This theory 
may have first been advocated by Breslow and Newburg, and Long and Breslow, as indicated in their respective articles 

20 appearing in J. Am. Chem. Soc. t 1959. Vol. 81, pp. 81-86, and J. Am. Chem. Soc., 1960. Vol. 82, pp. 1953-1957. As 
indicated in these articles, various studies suggested that the active catalyst species is a trtanium-alkyl complex or a 
species derived therefrom when a titanium compound; viz., bis(cyclopentadienyl)titanium dihalide. and an aluminum 
alkyl are used as a catalyst or catalyst precursor. The presence of ions, all being in equilibrium, when a titanium com- 
pound is used was also suggested by Dyachkovskii. Vysokomol. Soyed., 1965, Vol. 7, pp. 114-115 and by Dyachko- 

25 vskii, Shilova and Shilov, J. Polym.Sci., Part C, 1967, pp. 2333-2339. That the active catalyst species is a cation 
complex when a titanium compound is used, was further suggested by Eisch et at., J. Am. Chem. Soc., 1 985, Vol. 1 07, 
pp. 7219-7221. 

[0004] While the foregoing articles teach or suggest that the active catalyst species is an ion pair and, particularly an 
ion pair wherein the Group IV-B metal component is present as a cation or a decomposition product thereof, and while 

30 these references teach or suggest coordination chemistry to form such active catalyst species, all of the articles teach 
the use of a cocatalyst comprising a Lewis acid either to form or to stabilize the active ionic catalyst species. The active 
catalyst is, apparently, formed through a Lewis acid-Lewis base reaction of two neutral components (the metal-locene 
and the aluminum alkyl), leading to an equilibrium between a neutral, apparently inactive, adduct and an ion pair, pre- 
sumably the active catalyst. As a result of this equilibrium, there is a competition for the anion which must be present to 

35 stabilize the active cation catalyst species. This equilibrium is, of course, reversible and such reversal will deactivate the 
catalyst Moreover, the catalyst systems heretofore contemplated are subject to poisoning by the presence of basic 
impurities in the system. Further, many, if not all, of the Lewis adds heretofore contemplated for use in soluble Ziegler- 
Natta type catalyst systems are chain transfer agents and, as a result, prevent effective control of the product polymer 
molecular weight and molecular weight distribution. Still further, the catalyst systems heretofore proposed do not gen- 

40 erally facilitate incorporation of a significant amount of a plurality of different monomers or random distribution of such 
monomers when used in copolymerization processes, particularly a-olef in copolymerization processes. Still even fur- 
ther, most, if not all, of the metal alkyl cocatalysts heretofore contemplated are highly pyrophoric and, as a result, haz- 
ardous to use. 

[0005] The aforementioned catalyst systems are not highly active, nor or they generally active when zirconium or haf- 
45 nium is the Group IV-B metal used. Recently, however, it has been found that active Ziegler-Natta type catalysts can be 
formed when bis(cyclopentadienyl) compounds of the Group IV-B metals, including zirconium and hafnium, are used 
with alumoxanes. As is well known, these systems, particularly those comprising zirconium, offer several distinct advan- 
tages, including vastly higher activities than the aforementioned bis(cyclopentadienyl)titanium catalysts and the produc- 
tion of polymers with narrower molecular weight distributions than those from conventional Ziegler-Natta catalysts. 
so These recently developed catalyst systems still yield polymeric products having relatively low molecular weight, how- 
ever. Moreover, these recently developed catalyst systems have not affected the amount of comonomer incorporated 
into a copolymer or the relative distribution of such monomer therein. Further, these systems remain subject to poison- 
ing when basic impurities are present and require an undesirable excess of the alumoxane to function efficiently. 
[0006] Bis(cyclopentadienyJ)hafnium compounds used with alumoxane cocatalysts have offered few, if any, advan- 
55 tages when compared to analogous bis(cyclopentadienyl)trtanium or -zirconium catalysts with respect to catalyst activ- 
ity, polymer molecular weights, or extent or randomness of comonomer incorporation. This has been suggested by 
Giannetti, Nicoletti, and Mazzochi, J. Polym. Sci., Poiym. Chem. 1985, Vol. 23. pp. 21 1 7-21 33, who claimed that the eth- 
ylene polymerization rates of bis(cyclopentadienyl)haf nium compounds were five to ten times slower than those of sim- 
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ilar bis(cyclopentadieny1)zirconium compounds while there was little difference between the two catalysts in the 
molecular weight of the polyethylene formed from them. European Patent Application No. 200,351 A2 (1986) suggests 
that in the copolymerization of ethylene and propylene there is little difference among bis(cyclopentadienyl)titanium, - 
zirconium, and -hafnium compounds either in polymer molecular weights and molecular weight distributions or in ability 

5 to incorporate propylene randomly. Recently, however, Ewen et at. disclosed in J. Am. Chem. Soc, 1987, Vol. 109, pp. 
6544-6545, that chiral hafnium metallocene compounds used with an alumoxane cocatalyst gave isotactic polypropyl- 
ene of higher molecular weight than that obtained from analogous chiral zirconium metallocenes. 
[0007] In light of the several deficiencies of the coordination catalyst systems heretofore contemplated, the need for 
an improved catalyst system which: (1) permits better control of molecular weight and molecular weight distribuion; (2) 

10 is not subject to activation equilibrium and (3) does not involve the use of an undesirable cocatalyst is believed readily 
apparent The need for a catalyst system which will facilitate the production of higher molecular weight polymeric prod- 
ucts and facilitate incorporation of a larger amount of comonomer into a copolymer and alter the relative distribution of 
such comonomers in such copolymers is also believed to be readily apparent. 

15 SUMMARY OF TH E INVENTION 

[0008] It has now been discovered that certain of the foregoing and other disadvantages of the prior art ionic olefin 
polymerization catalysts can be avoided, or at least reduced, with all of the ionic catalysts of the present invention and 
that all of the foregoing and other disadvantages of the prior art ionic olefin polymerization catalysts can be avoided, or 

20 at least reduced, with certain of the ionic catalysts of this invention and improved olefin, diolefin and/or acetylenically 
unsaturated monomer polymerization processes provided therewith. It is, therefore, an object of this invention to pro- 
vide improved ionic catalyst systems which are useful in the polymerization of olefins, diolefins and/or acetylenically 
unsaturated monomers. It is another object of this invention to provide a method for preparing such improved catalysts. 
It is a further object of this invention to provide an improved polymerization process using such improved catalysts. It is 

25 still another object of this invention to provide such an improved catalyst which is not subject to.ion equilibrium reversal. 
It is still a further object of this invention to provide such an improved catalyst which may permit better control of the 
product polymer molecular weight and molecular weight distribution. It is yet another object of this invention to provide 
such an improved catalyst which may be used with less risk of fire. It is yet a further object of this invention to provide 
certain improved catalysts, particularly certain hafnium containing catalysts, which will yield relatively high molecular 

30 weight polymers. It is even another object of this invention to provide certain improved catalysts, particularly certain haf- 
nium containing catalysts, which will yield copolymers containing relatively large amounts of a plurality of comonomers, 
which comonomers are distributed in a manner at least approaching randomness. It is even a further object of this 
invention to provide polymeric products produced with these catalysts having relatively narrow molecular weight distri- 
butions and which are free of certain metal impurities. It is still even another object of this invention to provide certain 

35 polymeric products, prepared with certain of these catalysts, having relatively high molecular weights. It is still even a 
further object of this invention to provide certain copolymers, prepared with certain of these catalysts, containing rela- 
tively large amounts of a plurality of comonomers, which comonomers are distributed in a manner at least approaching 
randomness. The foregoing and still other objects and advantages of the present invention will become apparent from 
the description set forth hereinafter and the examples included herein. 

40 [0009] In accordance with the present invention, the foregoing and other objects and advantages are accomplished 
with and by using a catalyst prepared by combining at least two components. The first of which components is a 
bis(cyclopentadienyl) derivative of a Group IV-B metal compound containing at least one ligand which will combine with 
the second component or at least a portion thereof such as a cation portion thereof. The second of which components 
is an ion-exchange compound comprising a cation which will irreversibly react with at least one ligand contained in said 

45 Group IV-B metal compound (first component) and an anion which is a single coordination complex comprising a plu- 
rality of lipophilic radicals covalently coordinated to and shielding a central formally charge-bearing metal or metalloid 
atom, which anion is bulky, labile and stable to any reaction involving the cation of the second component The charge- 
bearing metal or metalloid may be any metal or metalloid capable of forming a coordination complex which is not hydro- 
lyzed by aqueous solutions. Upon combination of the first and second components, the cation of the second component 

so reacts with one of the ligands of the first component, thereby generating an ion pair consisting of a Group IV-B metal 
cation with a formal coordination number of 3 and a valence of +4 and the aforementioned anion, which anion is com- 
patible with and noncoordinating towards the metal cation formed from the first component. The anion of the second 
compound must be capable of stabilizing the Group IV-B metal cation complex without interfering with the Group IV-B 
metal cation's or its decomposition product's ability to function as a catalyst and must be sufficiently labile to permit dis- 
ss placement by an olefin, diolefin or an acetylenically unsaturated monomer during polymerization. For example, Boch- 
mann and Wilson have reported (J. Chem. Soc., Chem. Comm., 1986, pp. 1610-1611) that 
bis(cycloperrtadienyl)titanium dimethyl reacts with tetrafluoroboric acid to form bis(cydopentadienyl)titanium methyl 
tetraf luoroborate. The anion is, however, insufficiently labile to be displaced by ethylene. 
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DETAILED DESCRIPTION OF THE INVENTION 

[0010] As indicated supra, the present invention relates to catalysts, to a method for preparing such catalysts, to a 
method for using such catalysts and to polymeric products produced with such catalysts The catalysts are particularly 

5 useful for polymerizing a-olef ins, diolef ins and acetylenically unsaturated monomers either alone or in combination with 
other a-olefins, diolefins and/or other unsaturated monomers. The improved catalysts are prepared by combining at 
least one first compound which is a bis(cyclopentadienyl) derivative of a metal of Group I V-B of the Periodic Table of the 
Elements containing at least one ligand which will combine with the cation of the second compound which first com- 
pound is capable of forming a cation formally having a coordination number of 3 and a valence of +4 and at least one 

10 second compound which is a salt comprising a cation capable of donating a proton which will irreversibly combine with 
said at least one ligand (substituent) liberated by said Group I V-B metal compound and an anion which is a single coor- 
dination complex comprising a charge-bearing metal or metalloid core, which anion is both bulky and labile, compatible 
with and noncoordinating toward the Group IV-B metal cation formed from the first component, and capable of stabiliz- 
ing the Group IV-B metal cation without interfering with said Group IV-B metal cation's or its decomposition product's 

is ability to polymerize a-olefins, diolefins and/or acetylenically unsaturated monomers. 

[001 1 ] All reference to the Periodic Table of the Elements herein shall refer to the Periodic Table of the Elements, pub- 
lished and copyrighted by CRC Press, Inc., 1984. Also, any reference to a Group or Groups shall be to the Group or 
Groups as reflected in this Periodic Table of the Elements. 

[001 2] As used herein, the recitation "compatible non-coordinating anion" means an anion which either does not coor- 
20 dinate to said cation or which is only weakly coordinated to said cation thereby remaining sufficiently labile to be dis- 
placed by a neutral Lewis base. The recitation "compatible noncoordinating anion" specifically refers to an anion which 
when functioning as a stabilizing anion in the catalyst system of this invention does not transfer an anionic substituent 
or fragment thereof to said cation thereby forming a neutral four coordinate metal locene and a neutral metal or metalloid 
byproduct Compatible anions are anions which are not degraded to neutrality when the initially formed complex 
25 decomposes. The recitation "metalloid, as used herein, includes non-metals such as boron, phosphorus and the like 
which exhibit semi-metallic characteristics. 

[001 3] The Group IV-B metal compounds; i.e., titanium, zirconium and hafnium compounds, useful as first compounds 
in the preparation of the improved catalyst of this invention are bis(cyclopentadienyl) derivatives of titanium, zirconium 
and hafnium. In general, useful titanium, zirconium and hafnium compounds may be represented by the following gen- 
30 eral formulae: 

1. (A-Cp)MXiX2 

35 2- (A-Cp)MX^X' 2 

3. (A-Cp)ML 

4. <Cp*)(CpR)MX! 

40 



[0014] Wherein: 

45 (A-Cp) is either (Cp)(Cp*) or Cp-A'-Cp* and Cp and Cp* are the same or different substituted or unsubstituted 
cyclopentadienyl radicals wherein A' is a covalent bridging group containing a Group IV-A element; 
M is a metal selected from the Group consisting of titanium, zirconium and hafnium; 
L is an olefin, diolef in or aryne ligand; 

X 1 and X 2 are, independently, selected from the group consisting of hydride radicals, hydrocarbyl radicals having 
so from 1 to about 20 carbon atoms, substituted-hydrocarbyl radicals, wherein one or more of the hydrogen atoms are 
replaced with a halogen atom, having from 1 to about 20 carbon atoms, organometalloid radicals comprising a 
Group IV-A element wherein each of the hydrocarbyl substitutions contained in the organic portion of said organo- 
metalloid, independently, contain from 1 to about 20 carbon atoms and the like; 

X 1 ! and X' 2 are joined and bound to the metal atom to form a metallacycle, in which the metal atom, X^ and X 2 form 
55 a hydrocarbocyclic ring containing from about 3 to about 20 carbon atoms; and 

R is a substituent, preferably a hydrocarbyl substituent, on one of the cyclopentadienyl radicals which is also bound 
to the metal atom. 
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Each carbon atom in the cyclopentadienyt radical may be, independently, unsubstituted or substituted with the same or 
a different radical selected from the group consisting of hydrocarbyi radicals, substituted-hydrocarbyl radicals wherein 
one or more hydrogen atoms is replaced by a halogen atom, hydrocarbyi-substituted metalloid radicals wherein the 
metalloid is selected from Group IV-A of the Periodic Table of the Elements, and halogen radicals. Suitable hydrocarbyi 
and substituted-hydrocarbyl radicals, which may be substituted for at least one hydrogen atom in the cyclopentadienyl 
radical, will contain from 1 to about 20 carbon atoms and include straight and branched alkyl radicals, cyclic hydrocar- 
bon radicals, alkyl-substrtuted cyclic hydrocarbon radicals, aromatic radicals and alkyt-substituted aromatic radicals. 
Similarly, and when X-, and/or X 2 is a hydrocarbyi or substituted-hydrocarbyl radical, each may, independently, contain 
from 1 to about 20 carbon atoms and be a straight or branched alkyl radical, a cyclic hydrocarbyi radical, an alkyl-sub- 
stituted cyclohydrocarbyl radical, an aromatic radical or an alkyl-substituted aromatic radical. Suitable organometalloid 
radicals include mono-, di- and trisubstituted organometalloid radicals of Group IV-A elements wherein each of the 
hydrocarbyi groups contain from 1 to about 20 carbon atoms. More particularly, suitable organometalloid radicals 
include trimethylsilyl, triethytsilyl, ethyldimethylsilyl, methyldiethylsilyl, triphenylgermyl, trimethylgermyl and the like. 
[001 5] Illustrative, but not limiting examples of bis(cyclopentadienyl)zirconium compounds which may be used in the 
preparation of the improved catalyst of this invention are dihydrocarbyl-substituted bis(cyclopentadienyl)zirconium com- 
pounds such as bis(cyclopentadienyl)zirconium dimethyl, bis(cyclopentadienyl)zirconium diethyl, bis(cyclopentadi- 
enyl)zirconium dipropyl, bis(cyclopentadienyl)zirconium dibutyl, bis(cyclopentadienyl)zirconium diphenyl, 
bis(cyciopentadienyl)zirconium dineopentyl, bis(cyclopentadienyl)zirconium di(m-tolyl), bis(cyclopentadienyl)zirconium 
di(p-tolyl) and the like; (monohydrocarbyi -substituted cyclopentadienyl)zirconium compounds such as (methylcyclopen- 
tadienyl) (cyclopentadienyl) and bis(methylcyclopentadienyl)zirconium dimethyl, (ethylcyciopentadienyl)(cyclopentadi- 
enyl) and bis(ethylcyclopentadienyl) zircon Sum dimethyl, (propylcyclopentadienyl) (cyclopentadienyl) and 
bis(propylcycloperrtadienyl)zirconium dimethyl, [(n-butyl)cyclopentadienyl](cyclopentadienyl) and bis[(n-butyl)cyclopen- 
tadienyQzirconium dimethyl, [(t-butyl)cyclopentadienyl](cyclopentadienyl) and bis[(t-butyl)cyclopentadienyl]zirconium 
dimethyl, (cyclohexylmethylcyclopentadienyl)(cyclopentadienyl) and bis(cyclohexylmethylcyclopentadienyl)zirconium 
dimethyl, (benzylcyclopentadienyl)(cyclopentadienyl) and bis(benzylcyclopentadienyl)zirconium dimethyl, (diphenyl- 
methylcyclopentadienyl)(cydopentadienyl) and bis(diphenylmethylcyclopentadienyl)zirconium dimethyl (methylcy- 
clopentadienyl)(cyclopentadienyl) and bis(methylcyclopentadienyl)zirconium dihydride. 

(ethylcyclopentadienyl)(cyclopentadienyl) and bis(ethylcyclopentadienyl)zirconium dihydride, (propylcyclopentadi- 
enyl)(cyclopentadienyl) and bis(propylcyclopentadienyl)zirconium dihydride, [(n-butyl)cyclopentadienyl](cyclopentadi- 
enyl) and bis[(n-butyl)cyclopentadienyl]zirconium dihydride, [(t-butyl)cyclopentadienyl](cyclopentadienyl) and bis[(t- 
butyl)cyclopentadienyl]zirconium dihydride, (cyciohexylmethylcycloperrtadienyl)(cyclopentadienyl) and bis(cyclohexyl- 
methylcyclopentadienyl)zirconium dihydride, (benzylcyclopentadienyl)(cyclopentadienyl) and bis(benzylcyclopentadi- 
enyt)zirconium dihydride, (diphenyImethylcyclopentadienyl)(cyclopentadienyl) and 

bis(diphenylmethy!cyclopentadienyl)zirconium dihydride and the like; (polyhydrocarbyl-substituted cyclopentadienyl)zir- 
conium compounds such as (dimethylcyclopentadienyl)(cyclopentadienyl) and bis(dimethy!cyciopentadienyl)zirconium 
dimethyl, (trimethylcyclopentadienyl)(cyclopentadienyl) and bis(trimethylcyclopentadienyl)zirconium dimethyl, (tetram- 
ethylcyclopentadienyl)(cyclopentadienyl) and bis(tetramethylcyclopentadienyl)zirconium dimethyl, (permethylcyclopen- 
tadienyl)(cyclopentadienyI) and bis(permethylcyclopentadienyl)zirconium dimethyl, 

(ethyltetramethylcyclopentadienyl)(cyclopentadienyl) and bis(ethyrtetramethylcyclopentadienyl)zirconium dimethyl. 
(indenyl)(cyclopentadienyl) and bis(indenyl)zirconium dimethyl, (dimethylcyclopentadienyl)(cyclopentadienyl) and 
bis(dimethy!cyclopentadienyl)zirconium dihydride, (trimethylcyclopentadienyl)(cyclopentadienyl) and bts(trimethylcy- 
clopentadienyl)zirconium dihydride, (tetramethylcyclopentadienyl)(cyclopentadienyl) and bis(tetramethylcyclopentadi- 
enyl)zirconium dihydride, (permethylcyclopentadienyl)(cyclopentadienyl) and bis(permethylcydopentadienyl)zirconium 
dihydride, (ethyrtetramethylcyclopentadienyl)(cyclopentadienyl) and bis(ethyltetramethylcyclopentadienyl)zirconium 
dihydride, (indenyl) (cyclopentadienyl) and bis(indenyl)zirconium dihydride and the like; (metal hydrocarbyi-substituted 
cydopentadienyl)zirconium compounds such as (trimethylsilylcyclopentadienyl)(cyclopentadienyl) and bis(trimethylsi- 
ly!cyclopentadienyl)zirconium dimethyl, (trimethylgermylcyclopentadienyl)(cyclopentadienyl) and bis(trimethylgermyl- 
cydopentadienyl)zirconium dimethyl, (trimethylstannylcyclopentadienyl)(cyclopentadienyl) and bis(trimethyl 
stannylcyclopentadienyl)zirconium dimethyl, (trimethylplumbyl cydopentadienyl)(cyclopentadienyl) and bis(trimethylp- 
lumbylcyclopentadienyQzirconium dimethyl, (trimethylsilylcydopentadienyl)(cyclopentadienyO and bis(tri methyl si lylcy- 
clopentadienyi)zirconium dihydride, (trimethylgermylcyclopentadienyl)(cyclopentadienyl) and 

bis(trimethylgermylcyclopentadienyl)zirconium dihydride, (trimethylstannylcyclopentadienyl)(cyclopentadienyO and 
bis(trimethylstannylcycloperrtadienyl)zirconium dihydride, (trimethylplumbylcydopentadienyl)(cyclopentadienyl) and 
bis(trimethylplumbylcydoperrtadienyl)zirconium dihydride and the like; (halogen-substituted cydopentadienyl)zirco- 
nium compounds such as (trrfluoromethylcyclopentadienyl)(cydopentadienyl) and bis(trrfluoromethylcydopentadi- 
enyl)zirconium dimethyl, (trifluoromethylcyclopentadienyl)(cydopentadienyl) and 

bis(trifluoromethylcyclopentadienyl)zirconium dihydride and the like; silyl-substituted (cydopentadienyl)zirconium com- 
pounds such as bis(cyclopentadienyl)zirconium di(trimethylsilyl), bis(cyclopentadienyl)zirconium di(phenyldimethylsilyl) 
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and the like; {bridged-cydopentadienyl)zirconium compounds such as methylene bis(cyclopentadienyl)zirconium dime- 
thyl, ethylene bis(cyclopentadienyl)zirconium dimethyl, dimethylsilyl bis(cyclopentadienyl)zirconium dimethyl, methyl- 
ene bis(cyclopentadienyl)zirconium dihydride and dimethylsilyl bis(cyclopentadienyl)zirconium dihydride and the like; 
bis(cyclopentadienyl)zirconacycles such as bis(pentamethylcyclopentadienyl)zirconacyclobutane, bis(pentamethylcy- 

5 clopentadienyl)zirconacyclopentane, bis(cyclopentadienyl)zirconaindane and the like; olefin, diolef in and aryne ligand 
substituted bis(cyclopentadienyl)zirconium compounds such as bis(cyc!opentadienyl)(1,3-butadiene)zirconium, 
bis(cyclopentadienyI)(2,3-dimethyl-1 ,3-butadiene)zirconium, bis(pentamethylcyclopentadienyl)(benzyne)zirconium and 
the like; (hydrocarbyl)(hydride)substituted bis(cyclopentadienyI)zirconium compounds such as bis(pentamethylcy- 
clopentadienyl)zirconium (phenyl)(hydrkJe), bis(pentamethylcyc!opentadienyl)zirconium (methyl)(hydride) and the like; 

10 and bis(cyclopentadienyl)zirconium compounds in which a substrtuent on the cyclopentadienyl radical is bound to the 
metal such as (pentamethylcyclopentadierryO(tetram hydride, (pentamethyl- 

cyclopentadienyO(tetrametiiylcyclopentadienylmethylene)zirconium phenyl and the like. 

[0016] A similar list of illustrative bis(cycfopentadienyl)hafnium and bis(cyclopentadienyl)trtanium compounds could 
be made, but since the lists would be nearly identical to that already presented with respect to bis(cycloperrtadienyl)zir- 

is conium compounds, such lists are not deemed essential to a complete disclosure. Those skilled in the art, however, are 
aware that bis(cyclopentadienyl)hafnium compounds and bis(cyclopentadienyl)titanium compounds corresponding to 
certain of the bis(cyclopentadienyl)zirconium compounds listed supra are not known. The lists would, therefore, be 
reduced by these compounds. Other bis(cyclopentadienyl)hafnium compounds and other bis(cyclopentadienyt)titanium 
compounds as well as other bis(cyclopentadienyi)zirconium compounds which are useful in the catalyst compositions 

20 of this invention will, of course, be apparent to those skilled in the art. 

[0017] Compounds useful as a second component in the preparation of the catalyst of this invention will comprise a 
cation, which is a Bronsted acid capable of donating a proton, and a compatible noncoordinatng anion containing a sin- 
gle coordination complex comprising a charge-bearing metal or metalloid core, which anion is relatively large (bulky), 
capable of stabilizing the active catalyst species (the Group IV-B cation) which is formed when the two compounds are 

25 combined and said anion will be sufficiently labile to be displaced by olef inic, diolef inic and acetylenically unsaturated 
substrates or other neutral Lewis bases such as ethers, nitrites and the like. As indicated supra, any metal or metalloid 
capable of forming a coordination complex which is stable in water may be used or contained in the anion of the second 
compound. Suitable metals, then, include, but are not limited to, aluminum, gold, platinum and the like. Suitable metal- 
loids include, but are not limited to, boron, phosphorus, silicon and the like. Compounds containing anions which com- 

30 prise coordination complexes containing a single metal or metalloid atom are, of course, well known and many, 
particularly such compounds containing a single boron atom in the anion portion, are available commercially. In light of 
this, salts containing anions comprising a coordination complex containing a single boron atom are preferred. 
[0018] In general, the second compounds useful in the preparation of the catalysts of this invention may be repre- 
sented by the following general formula: 

35 

[(L'-H)1 d [(M')^0 1 Q 2 -..Q n ] d - 

[0019] Wherein: 

40 U is a neutral Lewis base; 
H is a hydrogen atom; 
[L'-H] is a Bronsted acid; 

M' is a metal or metalloid selected from the Groups subtended by Groups V-B to V-A of the Periodic Table of the 

Elements; ie., Groups V-B, Vl-B, Vll-B, VIII, l-B, ll-B, lll-A, IV-A, and V-A; 
45 Q 1 to Q n are selected, independently, from the Group consisting of hydride radicals, dialkylamido radicals, alkoxide 

and aryloxide radicals, hydrocarbyl and substituted -hydrocarbyl radicals and organometalloid radicals and any one, 

but not more than one, of Q<\ to Q n may be a halide radical - the remaining Qj to Q n being, independently, selected 

from the foregoing radicals; 

m is an integer from 1 to 7; 
so n is an integer from 2 to 8; and 

n - m = d . 

Second compounds comprising boron which are particularly useful in the preparation of catalysts of this invention may 
be represented by the following general formula: 

55 

[L'-H] + tBAr 1 Ar 2 X 3 X4]- 

[0020] Wherein: 
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L is a neutral Lewis base; 

H is a hydrogen atom; 

[LM-Tf is a Bronsted add; 

B is boron in a valence state of 3; 
5 Ar 1 and Ar 2 are the same or different aromatic or substituted-aromatic hydrocarbon radicals containing from about 

6 to about 20 carbon atoms and may be linked to each other through a stable bridging group; and 

X3 and X4 are radicals selected, independently, from the group consisting of hydride radicals, halide radicals, with 

the proviso that only X 3 or X4 will be halide at the same time, hydrocarbyl radicals containing from 1 to about 20 

carbon atoms, substituted-hydrocarbyl radicals, wherein one or more of the hydrogen atoms is replaced by a halo- 
10 gen atom, containing from 1 to about 20 carbon atoms, hydrocarbyl-substituted metal (organometalloid) radicals 

wherein each hydrocarbyl substitution contains from 1 to about 20 carbon atoms and said metal is selected from 

Group IV-A of the Periodic Table of the Elements and the like. 

In general, Ar 1 and Ar 2 may, independently, be any aromatic or substituted-aromatic hydrocarbon radical containing 
is from about 6 to about 20 carbon atoms. Suitable aromatic radicals include, but are not limited to, phenyl, naphthyl and 
anthracenyl radicals. Suitable substituents on useful substituted-aromatic hydrocarbon radicals, include, but are not 
necessarily limited to, hydrocarbyl radicals, organometalloid radicals, alkoxy radicals, alkylamido radicals, f luoro and 
fluorohydrocarbyl radicals and the like such as those useful as X 3 or X4. The subst'rtuent may be ortho, meta or para, 
relative to the carbon atom bonded to the boron atom. When either or both X3 and X4 are a hydrocarbyl radical, each 
20 may be the same or a different aromatic or substituted-aromatic radical as are Ar 1 and Ar 2 , or the same may be a 
straight or branched alkyl, alkenyl or alkynyl radical having from 1 to about 20 carbon atoms, a cyclic hydrocarbon rad- 
ical having from about 5 to about 8 carbon atoms or an alkyl-substituted cyclic hydrocarbon radical having from about 
6 to about 20 carbon atoms. X 3 and X4 may also, independently, be alkoxy or dialkylamido radicals wherein the alkyl 
portion of said alkoxy and dialkylamido radicals contains from 1 to about 20 carbon atoms, hydrocarbyl radicals and 
25 organometalloid radicals having from 1 to about 20 carbon atoms and the like. As indicated supra, Ar-, and Ar 2 may be 
linked to each other. Similarly, either or both of Ar.j and Ar 2 could be linked to either X 3 or X4. Finally, X 3 and X4 may 
also be linked to each other through a suitable bridging group. 

[0021] Illustrative, but not limiting, examples of boron compounds which may be used as a second component in the 
preparation of the improved catalysts of this invention are trialkyl-substituted ammonium salts such as triethylammo- 

30 nium tetra(phenyl)boron, tripropylammonium tetra(phenyl)boron, tri(n-butyl)ammonium tetra(phenyl)boron, trimethyl- 
ammonium tetra(p-tolyl)boron, trimethylammonium tetra(o-tolyl)boron, tributylammonium 
tetra(pentafluorophenyl)boron, tripropylammonium tetra(o,p-dimethytphenyl)boron, tributylammonium tetra(m,m- 
dimethylphenyljboron, tributylammonium tetra(p-trifluoromethylphenyl)boron, tributylammonium tetra(pentafluorophe- 
nyl)boron, tri(n-butyl)ammonium tetra(o-tolyl)boron and the like; N,N-dialkyl anilinium salts such as N,N-dimethylanilin- 

35 ium tetra(phenyl)boron, N,N-diethylanilinium tetra(phenyl)boron, N,N-2,4,6-pentamethylanilinium tetra(phenyl)boron 
and the like; dialkyl ammonium salts such as di(i-propyl)ammonium tetra(pentaf luorophenyl)boron, dicyclohexylammo- 
nium tetra(phenyl)boron and the like; and triaryl phosphonium salts such as triphenylphosphonium tetra(phenyl)boron, 
tri(methylphenyl)phosphonium tetra(phenyl)boron. tri(dimethylphenyl)phosphonium tetra(phenyl)boron and the like. 
[0022] Similar lists of suitable compounds containing other metals and metalloids which are useful as second com- 

40 ponerrts could be made, but such lists are not deemed necessary to a complete disclosure. In this regard, it should be 
noted that the foregoing list is not intended to be exhaustive and other boron compounds that would be useful as well 
as useful compounds containing other metals or metalloids would be readily apparent, from the foregoing general equa- 
tions, to those skilled in the art. 

[0023] In general, and while most first components identified above may be combined with most second components 
45 identified above to produce an active olefin polymerization catalyst, it is important to continued polymerization opera- 
tions that either the meta! cation initially formed from the first component or a decomposition product thereof be a rela- 
tively stable catalyst. It is also important that the anion of the second compound be stable to hydrolysis when an 
ammonium salt is used. Further, it is important that the acidity of the second component be sufficient, relative to the 
first, to facilitate the needed proton transfer. Conversely, the basicity of the metal complex must also be sufficient to facil- 
50 itate the needed proton transfer. Certain metallocene compounds - using bis(pentamethylcyclopentadienyl)hafnium 
dimethyl as an illustrative, but not limiting example - are resistant to reaction with all but the strongest Bronsted acids 
and thus are not suitable as first components to form the catalysts of this invention. In general, bis(cyclopentadi- 
enyl)metal compounds which can be hydrolyzed by aqueous solutions can be considered suitable as first components 
to form the catalysts described herein. 
55 [0024] With respect to the combination of first (metal-containing) component to second component to form a catalyst 
of this invention, it should be noted that the two compounds combined for preparation of the active catalyst must be 
selected so as to avoid transfer of a fragment of the anion, particularly an aryl group, to the metal cation, thereby form- 
ing a catalytically inactive species. This could be done by steric hindrance, resulting from substitutions on the cyclopen- 
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tadienyl carbon atoms as well as substitutions on the aromatic carbon atoms of the anion. It follows, then, that metal 
compounds (first components) comprising perhydrocarbyl-substituted cyclopentadienyl radicals could be effectively 
used with a broader range of second compounds than could metal compounds (first components) comprising unsub- 
stituted cyclopentadienyl radicals. As the amount and size of the substitutions on the cyclopentadienyt radicals are 
s reduced, however, more effective catalysts are obtained with second compounds containing anions which are more 
resistant to degradation, such as those with substituents on the ortho positions of the phenyl rings. Another means of 
rendering the anion more resistant to degradation is afforded by fluorine substitution, especially perf luoro-substrtution, 
in the anion. Fluoro-substituted stabilizing anions may, then, be used with a broader range of metal compounds (first 
components). 

10 [0025] In a further aspect of the invention, there is provided an organometallic compound represented by one of the 
following general formulae : 

t(A-Cp)MX 1 ] d [(My n+ Q 1 Q 2 ...Q n ] d " 1. 
15 [(A-Cp)!^ L] J(MO m+ Q 1 Q 2 ...Q n ) d " 2. 

[0026] Wherein: 

M is a metal selected from the Group consisting of titanium, zirconium, and hafnium; 
20 (A-Cp) is either (Cp)(Cp*) or (Cp-A-Cp* and Cp and Cp* are the same or different substituted or unsubstituted 
cyclopentadienyl radicals; 
A' is a covalent bridging group; 

X 1 is selected from the group consisting of hydride radicals, hydrocarbyl radicals; substituted-hydrocarbyl radicals, 
or organometalloid radicals; L' is a neutral Lewis base; 
25 M' is a metal or metalloid selected from the Groups encompassed by Groups V-B to Vl-A of the Periodic Table of 
the Elements; ie., Groups V-B, Vl-B, Vll-B, VIII, l-B, ll-B, lll-A, IV-A and V-A; 

Q 1 to Q n are selected, independently, from the Group consisting of hydride radicals, dialkylamido radicals, alkoxide 
and arytoxide radicals, hydrocarbyl and substituted-hydrocarbyl radicals, and organometalloid radicals and any 
one, but not more than one, of the to Q n may be a halide radical - the remaining Qj to Q n being, independently. 
30 selected from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n-m = d. 

35 [0027] In general, the catalyst can be prepared by combining the two components in a suitable solvent at a tempera- 
ture within the range from about -1 00°C to about 300°C. The catalyst may be used to polymerize a-olef ins and/or acet- 
ylenically unsaturated monomers having from 2 to about 18 carbon atoms and/or diolefins having from 4 to about 18 
carbon atoms either alone or in combination. The catalyst may also be used to polymerize cc-olefins, diolefins and/or 
acetylenicaily unsaturated monomers in combination with other unsaturated monomers. In general, the polymerization 

40 may be accomplished at conditions well known in the prior art It will, of course, be appreciated that the catalyst system 
will form in situ if the components thereof are added directly to the polymerization process and a suitable solvent or dilu- 
ent, including condensed monomer, is used in said polymerization process. It is, however, preferred to form the catalyst 
in a separate step in a suitable solvent prior to adding the same to the polymerization step. While the catalysts do not 
contain pyrophoric species, the catalysts' components are sensitive to both moisture and oxygen and should be nan- 

45 died and transferred in an inert atmosphere such as nitrogen, argon or helium. 

[0028] As indicated supra, the improved catalyst of the present invention will, preferably, be prepared in a suitable 
solvent or diluent. Suitable solvents or diluents include any of the solvents known in the prior art to be useful as solvents 
in the polymerization of olefins, diolefins and acetylenicaily unsaturated monomers. Suitable solvents, then, include, but 
are not necessarily limited to, straight and branched-chain hydrocarbons such as isobutane, butane, pentane, hexane, 

so heptane, octane and the like; cyclic and alicyclic hydrocarbons such as cyclohexane, cycloheptane. methylcyclohex- 
ane, methylcycloheptane and the like and aromatic and alkyl-substituted aromatic compounds such as benzene, tolu- 
ene, xylene and the like. Suitable solvents also include liquid olefins which may act as monomers or comonomers 
including ethylene, propylene, butadiene, cyclopentene, 1 -hexane, 3-methyl-1-pentene, 4-methyl-1-pentene, 1,4-hexa- 
diene, 1-octene, 1-decene and the like. Suitable solvents further include basic solvents not generally useful as polym- 

55 erization solvents when conventional Ziegler-Natta type polymerization catalysts are used such as chlorobenzene. 
[0029] While the inventors do not wish to be bound by any particular theory, it is believed that when the two com- 
pounds used to prepare the improved catalysts of the present invention are combined in a suitable solvent or diluent, 
all or a part of the cation of the second compound (the acidic proton) combines with one of the substituents on the metal 
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containing (first component). In the case where the first component has a formula corresponding to that of general for- 
mula 1 supra, a neutral compound is liberated, which neutral compound either remains in solution or is liberated as a 
gas. In this regard, it should be noted that if either X 1 or X 2 in the metal containing (first component) is a hydride, hydro- 
gen gas may be liberated. Similarly, if either X 1 or X 2 is a methyl radical, methane may be liberated as a gas. In the 

5 cases where the first component has a formula corresponding to those of general formulae 2, 3 or 4, one of the substrt- 
uents on the metal-containing (first) component is protonated but, in general, no substituent is liberated from the metal. 
It is preferred that the molar ratio of first component to second component be 1 :1 or greater. The conjugate base of the 
cation of the second compound, if one remains, will be a neutral compound which will remain in solution or complex with 
the metal cation formed, though, in general, a second compound is chosen such that any binding of the neutral conju- 

io gate base to the metal cation will be weak or non-existant. Thus, as the steric bulk of this conjugate base increases, it 
will, simply, remain in solution without interfering with the active catalyst. Similarly, if the cation of the second compound 
is a trialkyl ammonium ion, this ion will liberate a hydrogen atom to form gaseous hydrogen, methane or the like and the 
conjugate base of the cation will be a tertiary amine. In like fashion, if the cation were a hydrocarbyl- substituted phos- 
phonium ion containing at least one reactive proton, as is essential to the present invention, the conjugate base of the 

is cation would be a phosphine. 

[0030] While still not wishing to be bound by any particular theory, it is also believed that as one of the metal containing 
(first component) substrtuents (a ligand) is liberated, the noncoordinating anion originally contained in the second com- 
pound used in the catalyst preparation combines with and stabilizes either the metal cation formed from the first com- 
ponent, formally having a coordination number of 3 and a +4 valence, or a decomposition product thereof. The metal 

20 cation and noncoordinating anion will remain so combined until the catalyst is contacted with one or more olefins, diole- 
fins and/or acetylenically unsaturated monomers either alone or in combination with one or more other monomers or 
another neutral Lewis base. As indicated supra, the anion contained in the second compound must be sufficiently labile 
to permit rapid displacement by an olefin, diolefin or an acetylenically unsaturated monomer to facilitate polymerization. 
[0031 ] The chemical reactions which occur in forming the catalysts of this invention may. when a preferred, boron con- 

25 taining compound is used as the second component, be represented by reference to the genera) formulae set forth 
herein as follows: 

1. (A-Cp)MXiX2 + [L f -H] + [BAr 1 Ar 2 X3X 4 ]- --> 

30 [(A-Cp)MX 1 ] + [BAr 1 Ar 2 X 3 X 4 ]- + HX 2 + L» or 

[(A-Cp)MX 2 ] + [BAr!Ar 2X3X4]- + HXj. ♦ L' 

I 1 

2. (A-CpJMX'xX^ * [L f -H] + [BAriAr2X 3 X4]- — > 

35 1 1 

[(A-Cp)M(X , 1 X , 2H)] + tBAr 1 Ar 2 X 3 X4]- + L' or 
[(A-Cp)M(X^X , 1 H)] + [BAr 1 Ar 2 X 3 X4]- + L 1 
40 3. (A-Cp)ML + [L , -H3 + tBAriAr2X 3 X 4 ]- — > 

[(A-Cp)M(LH)] + [BAr 1 Ar2X 3 X 4 ]- + L f 
4. (Cp)(R-Cp*)MX 1 + [L , -H] + [BAr 1 Ar 2 X 3 X4]- — > 

[Cp(HR-Cp*)MX 1 ] + [BAr 1 Ar2X 3 X4]- + L 1 or 
I , 

[Cp(R-Cp )M] + [BAriAr2X 3 X 4 ]- + HXi + L 



45 



In the foregoing reaction equations, the numbers correspond to the numbers set forth in combination with the general 
equations for useful metallocene compounds of Group IV-B metals (first components). In general the stability and rate 
of formation of the products in the foregoing reaction equations, particularly the metal cation, will vary depending upon 
the choice of the solvent, the acidity of the [L'-H] + selected, the particular L\ the anion, the temperature at which the 
55 reaction is completed and the particular dicyclopentadienyl derivative of the metal selected. Generally, the initially 
formed ion-pair will be an active polymerization catalyst and will polymerize a-olefins, diolefins and acetylenically 
unsaturated monomers either alone or in combination with other monomers. In some cases, however, the initial metal 
cation will decompose to yield an active polymerization catalyst. 
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[0032] As indicated supra, most first compounds identified above will combine with most second compounds identi- 
fied above to produce an active catalyst, particularly an active polymerization catalyst. The actual active catalyst spe- 
cies is not, however, always sufficiently stable as to permit its separation and subsequent identification. Moreover, and 
while many of the initial metal cations formed are relatively stable, it has become apparent that the initially formed metal 

5 cation frequently decomposes into one or more other catalytically active species. 

[0033] While still not wishing to be bound by any particular theory, it is believed that the active catalyst species which 
have not been characterized, including active decomposition products, are of the same type as those which have been 
isolated and fully characterized or at least retain the essential ionic structure required for functioning as a catalyst. More 
particularly, it is believed that the active catalyst species which have not been isolated, including active decomposition 

io products, are the same type as the isolated and characterized active catalyst species in that the these species contain 
a bis(cyclopentadienyl)metal center which center remains cationic, unsaturated and has a metal-carbon bond which is 
reactive with olefins, diolef ins and acetyl enically unsaturated compounds. Furthermore, it is believed that the decompo- 
sition products may react with hydrogen gas to enter into a common state of equilibrium involving the cationic hydride 
complex, [Cp'CpMH]+X\ 

is [0034] This behavior is best exemplified in a peralkylcyclopentadienyl system wherein a tetraphenyl borate is used as 
the second component. For example, the reaction of Cp* 2 ZrMe 2 (where Cp* ■ C 5 Me 5 ) and [BusNKQ+IBfPh^nwhere 
Ph' = phenyl or para-alkytphenyl with hydrogen or an alkyl group in the para-position) in toluene gives 
[Cp* 2 ZrMe] + [B(Ph , )4]" which is unstable and decomposes by loss of methane to give a single catalytically active prod- 
uct. The deep red product has been fully characterized by NMR spectroscopy and single crystal x-ray diffraction. The 

20 general structure of this zwrtterionic catalyst of this type is shown below: 



B(Ph') 3 




[0035] Wherein: 

35 

Cp* is a peralkyl-substituted cyciopentadienyl radical wherein each of said alkyl substitutions may be the same or 
a different C r C 20 alkyl radical, preferably the same or a different C r C 6 alkyl radical, most preferably the same or 
a different C r C 4 alkyl radical; 
B is boron; 
40 Zr is zirconium; 

Ph* is a phenyl or alkyl-substituted phenyl radical and each of the 3 Ph's may be the same or different and the alkyl 
substitutions may be C r C 14 , preferably C r C 6> most preferably C r C 4 ; and 

R is hydrogen or an alkyl group having from 1 to about 14 carbon atoms, preferably from 1 to about 6 carbon atoms, 
most preferably from 1 to about 4 carbon atoms. 

45 

Addition of excess hydrogen gas to a toluene solution containing the above-identified permethyl-substituted cyciopen- 
tadienyl zwrtterionic catalyst causes a rapid reaction as evidenced by a color change from red to yellow, and, in concen- 
trated solutions, the formation of a yellow precipitate. Removal of hydrogen from the system regenerates the original 
zwrtterionic catalyst in high yield. While not wishing to be bound by any theory, it is believed that the reaction of hydro- 
so gen with the zwrtterionic catalyst leads to the formation of [Cp*2ZrH] + [B(Ph*)4]". The reversible nature of this reaction 
along with other spectroscopic evidence suggests that the hydride cation is in chemical equilibrium with the zwitterionic 
species. 

[0036] Consistent with the foregoing, stable polymerization catalysts have been prepared when bis(permethylcy- 
clopentadienyl)zirconium dimethyl has been reacted with tri(n-butyl)ammonium tetra(phenyl)boron, tri(n-butyl)ammo- 
55 nium tetra(p-tolyl)boron and tri(n-butyl)ammonium tetra(p-ethylphenyl)boron. A stable polymerization catalyst has also 
been prepared when bis(ethyltetramethylcycIopentadienyl)zirconium dimethyl was reacted with tri(n-butyl)ammonium 
tetra(p-tolyf)boron. In each of these cases, the stable polymerization catalyst was prepared by adding the reactants into 
a suitable aromatic solvent at a temperature within the range from about 0°C to about 100°C. Based on this and other 
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information available to the inventor, it appears clear that stable zwitterionic polymerization catalysts can also be pre- 
pared using bis(perhydrocarbylcyclopentadienyl)zirconiumdialkyls and dihydrides in combination with ammonium salts 
of an unsubstituted or p-substituted-tetra(aryl)boron anion. 

[0037] In general, the stable catalyst formed by the method of this invention may be separated from the solvent and 

5 stored for subsequent use. The less stable catalyst, however, will, generally, be retained in solution until ultimately used 
in the polymerization of olefins, diolef ins and/or acetylenically unsaturated monomers. Alternatively, any of the catalysts 
prepared by the method of this invention may be retained in solution for subsequent use or used directly after prepara- 
tion as a polymerization catalyst. Moreover, and as indicated supra, the catalyst may be prepared in situ during a polym- 
erization reaction by passing the separate components into the polymerization vessel where the components will 

10 contact and react to produce the improved catalyst of this invention. 

[0038] When the ratio of first compound to second compound is 1 : 1 , at concentrations below about 1 0" 5 M, the catalyst 
is often not active for olefin polymerization. While the inventors do not wish to be bound by any particular theory, it is 
believed that adventitious oxygen or moisture in the diluent or monomers may deactivate the catalyst. When the ratio of 
the first compound to the second compound is 2:1 to 10:1 or more, however, concentrations of the second component 

is can be as low as about 1 0~ 6 M. 

[0039] When first compounds containing hafnium are reacted with second compounds containing a metal or a met- 
alloid such as boron and a less acidic ammonium cations - using tri(n-buty!)ammonium tetrakis(pentafluorophe- 
nyl)boron as an example - and the catalyst therefrom is used in the polymerization process of this invention, induction 
periods of about 1 to about 15 minutes or more can be observed before the uptake of monomer begins. This phenom- 

20 enon is most pronounced when the concentration of the hafnium compound is below about 10" 4 M and that of the sec- 
ond component is below about lO^M; higher concentrations of catalyst solution often show no induction period. It can 
also be observed when first compounds containing zirconium are used when the concentration of the second compo- 
nent is about 10' 6 M or less. While the inventors do not wish to be bound by any particular theory, it is believed that the 
catalyst species formed decomposes in the polymerization process to form a catalytically inactive metal-containing 

25 compound and regenerating either the same or a different second component. This new second component activates 
any excess first component present to regenerate the active catalyst species of the present invention. While still not 
wishing to be bound by any particular theory, it is believed that increasing the concentration of the catalyst or using sec- 
ond components containing more acidic ammonium cations will either diminish the length of this induction period or 
eliminate it completely. 

30 [0040] In general, and as indicated supra, the improved catalyst of this invention wilt polymerize olefins, diolef ins 
and/or acetylenically unsaturated monomers either alone or in combination with other olefins and/or other unsaturated 
monomers at conditions well known in the prior art for conventional Ziegler-Natta catalysis. In the polymerization proc- 
ess of this invention, the molecular weight appears to be a function of both catalyst concentration and polymerization 
temperature and polymerization pressure. The polymers produced with the catalyst of this invention, when prepared in 

35 the absence of significant mass transport effects, will, generally, have relatively narrow molecular weight distributions. 
[0041 ] Certain of the catalysts of this invention, particularly those based on hafnocenes - using the catalyst produced 
from the reaction of bis(cycloperrtadienyi)haf nium dimethyl and the trisubstituted ammonium salt of tetra(pentaf luoroph- 
enyl)boron as an example - when used as described herein for the polymerization and copolymerization of a-olefins. 
diolefins, and/or acetylenically unsaturated monomers, in the absence of a chain transfer agent, can lead to the produc- 

40 tion of extremely high molecular weight polymers and copolymers having relatively narrow molecular weight distribu- 
tions. In this regard, it should be noted that homopolymers and copolymers having molecular weights up to about 2 x 
1 0 6 and molecular weight distributions within the range of about 1 .5 to about 15 can be produced with the catalysts of 
this invention. The substituents on the cyclopentadienyl radicals, however, can exert a profound influence on polymer 
molecular weights. 

45 [0042] Catalysts of this invention containing a first component which is either a pure enantiomer or the racemic mix- 
ture of two enantiomers of a rigid, chiral metallocene can polymerize prochiral olefins (propylene and higher a-olefins) 
to isotactic polymers. Bis(cyclopentadienyl)metal compounds in which each of the cyclopentadienyl radicals is substi- 
tuted and containing a covalent bridging group between the two cyclopentadienyl radicals are particularly useful for iso- 
tactic polymerizations of this type. 

so [0043] A particularly surprising feature of some of the catalysts of this invention, particularly those based on haf- 
nocenes in combination with a second component comprising boron, is that when the catalysts of this invention are 
used to copolymerize a-olefins, either alone or in combination with diolefins, the amount of higher molecular weight ole- 
fin or diolefin incorporated into the copolymer is significantly increased when compared to copolymers prepared with 
the more conventional Ziegler-Natta type catalysts and bis(cyclopentadienyl)zirconium catalysts. The relative rates of 

55 reaction of ethylene and higher a-olefins with the aforementioned hafnium-based catalysts of this invention are much 
closer than with conventional Ziegler-Natta catalysts of the Group I V-B metals. The monomer distribution in copolymers 
prepared with the catalysts of this invention, particularly with the lower a-olefins and lower diolefins, will range from near 
perfectly alternating to statistically random. 
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[0044] In general, catalysts can be selected so as to produce the polymer products which will be free of certain trace 
metals generally found in polymers produced with Ziegler-Natta type catalysts such as aluminum, magnesium, chloride 
and the like. The polymer products produced with the catalysts of this invention should, then, have a broader range of 
applications than polymers produced with more conventional Ziegler-Natta type catalysts comprising a metal alkyl, 

5 such as an aluminum alkyl. 

[0045] Also unlike polymers heretofore produced with conventional Ziegler-Natta type polymerization catalysts, the 
polymers produced with zwitterionic catalysts in the absence of hydrogen or other chain terminating reagents, contain 
predominantly internal rather than terminal unsaturation. In this regard, it should be noted that if the terminal carbon 
atom in the polymer chain were numbered one, the unsaturation contained in the polymers produced in the process of 

io this invention would be 2,3 rather than the more traditional 1 ,2. 

PREFERRED EMBODIMENT OF THE INVENTION 

[0046] In a preferred embodiment of the present invention, a bis(cyclopentadienyl)metal compound, said metal being 

15 selected from the Group consisting of titanium, zirconium and hafnium, said compound containing two, independently, 
substituted or unsubstituted cyclopentadienyl radicals and one or two lower alkyl substituertts and/or one or two hydride 
substituerrts will be combined with a trisubstituted ammonium salt of either a substituted or unsubstituted tetra(aro- 
matic)boron. Each of the ^substitutions in the ammonium cation will be the same or a different lower alkyl or aryl radi- 
cal. By lower alkyl is meant an alkyl radical containing from one to four carbon atoms. When the 

20 bis(cyclopentadienyl)metal compound used is a bis(perhydrocarbyl-substituted cyclopentadienyQmetal compound, an 
unsubstituted or partially substituted tetra(aromatic)boron salt may be used. Tri(n-butyl)ammonium tetra(phenyl)boron, 
tri(n-butyl)ammonium tetra(p-tolyl)boron and tri(n-butyl)ammonium tetra(p-ethylphenyl)boron are particularly preferred. 
As the number of hydrocarbyl-substitutions on the cyclopentadienyl radicals is reduced, however, substituted anions will 
be used in the trisubstituted ammonium salts, particularly, perrtafluorosubstituted anions. Tri(n-butyl)ammonium 

25 tetra(f luorophenyl)boron is particularly preferred. 

[0047] In a most preferred embodiment of the present invention, bis(cyclopentadienyl)zirconium dimethyl or 
bis(cyclopentadienyl)hafnium dimethyl will be reacted with N,N-dimethylanilinium tetra(pentafluorophenyl)boron to pro- 
duce the most preferred catalyst of the present invention. The two components will be combined at a temperature within 
the range from about 0°C to about 100°C. The components will be combined, preferably, in an aromatic hydrocarbon 

30 solvent, most preferably toluene. Nominal holding times within the range from about 10 seconds to about 60 minutes 
will be sufficient to produce both the preferred and most preferred catalyst of this invention. 

[0048] In a preferred embodiment, the catalyst, immediately after formation, will then be used to polymerize a lower 
a-olefin particularly ethylene or propylene, most preferably ethylene, at a temperature within the range from about 0°C 
to about 100°C and at a pressure within the range from about 15 to about 500 psig. In a most preferred embodiment of 

35 the present invention, the most preferred catalyst will be used either to homopolymerize ethylene or to copolymerize 
ethylene with a lower a-olefin having from 3 to 6 carbon atoms, thereby yielding a plastic or an elastomeric copolymer. 
In both the preferred and most preferred embodiments, the monomers will be maintained at polymerization conditions 
for a nominal holding time within the range from about 1 to about 60 minutes and the catalyst will be used at a concen- 
tration within the range from about 10' 5 to about 10" 1 moles per liter of solvent. 

40 [0049] Having thus broadly described the present invention and a preferred and most preferred embodiment thereof, 
it is believed that the same will become even more apparent by reference to the following examples. It will be appreci- 
ated, however, that the examples are presented solely for purposes of illustration and should not be construed as limit- 
ing the invention. All of the examples were completed either under an argon blanket by standard Schlenk techniques or 
under a helium blanket in a Vacuum Atmospheres HE43-2 drybox. The solvents used in the experiments were rigor- 

45 ously dried under nitrogen by standard techniques. The boron and metallocene reagents used in the examples were 
either purchased or prepared following published techniques. The zwitterionic complexes (Examples 1, 4, 10 and 22) 
were characterized by solid state 13 C NMR spectroscopy and solution 1 H NMR spectroscopy. The tetra(p-ethylphe- 
nyl)boron zwitterionic derivative isolated in Example 10 was further characterized by single crystal x-ray crystallogra- 
phy. 

50 

EXAMPLE 1 

[0050] In this example, a stable, isolable polymerization catalyst was prepared by combining 0.65 g of tri(n- 
butyl)ammonium tetra(phenyl)boron with 0.50 g of bis(pentamethylcyclopentadienyl)zirconium dimethyl. The combina- 
55 tion was accomplished by first suspending the tri(n-butyl)ammonium tetra(phenyl)boron in 50 ml of toluene and then 
adding the bis(pentamethylcyclopentadienyl)zirconium dimethyl. The combination was accomplished at room temper- 
ature and contacting between the two compounds was continued for 1 hour. After 1 hour, an insoluble orange precipi- 
tate separated from solution leaving a clear mother liquor. The orange precipitate was isolated by filteration, washed 
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three times with 20 m! of pentane and dried in-vacuo. 0.75 g of the orange precipitate was recovered. A portion of this 
product was analyzed and it was found to contain a single organometaliic compound having the following general for- 
mula: 



(C 5 Me 5 ) 2 Zr 

10 




wherein Me is a methyl radical. 
15 EXAMPLE 2 

[0051] In this example, ethylene was polymerized by adding 0.05 g of the orange precipitate recovered in Example 1 
to 20 ml of toluene at room temperature in a 100 ml side armed flask and then adding excess ethylene at atmospheric 
pressure while maintaining vigorous agitation. An immediate exotherm was detected and the formation of polyethylene 
20 observed as the addition of ethylene continued. 

EXAMPLE 3 

[0052] In this example, ethylene was polymerized by first suspending 0.05 g of the orange precipitate prepared in 
25 Example 1 to 20 ml of chlorobenzene in a 100 ml side armed flask and then adding excess ethylene at atmospheric 
pressure while maintaining agitation. An immediate exotherm was detected and the formation of polyethylene was 
observed as the addition of ethylene continued. 

EXAMPLE 4 

[0053] In this example, an active, isolable olefin polymerization catalyst was prepared by first suspending 0.75 g of 
tri(n-butyl)ammonium tetra(p-tolyl)boron in 50 ml of toluene and then adding 0.52 g of bis(pentamethylcyclopentadi- 
enyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, an insolable orange pre- 
cipitate separated from solution. The orange precipitate was isolated by filtration, washed three times with 20 mi of 
pentane and dried in-vacuo. 0.55 g of the orange precipitate were recovered. The orange precipitate was analyzed and 
found to contain an organometaliic compound having the following structure: 



40 



(CsMo5)22r 




B(p-tolyl) 3 



CH 3 



wherein Me is a methyl radical. 

50 

EXAMPLE 5 

[0054] In this example, ethylene was polymerized at atmospheric pressure by passing ethylene into a 20 ml sample 
of crude reaction mixture from Example 4 in a 100 ml side armed flask. The ethylene was rapidly polymerized. 

55 

EXAMPLE 6 

[0055] In this example, ethylene was polymerized at 40 psig by dissolving 0.02 g of the orange precipitate produced 
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in Example 4 in 100 ml of toluene in a Fisher-Porter glass pressure vessel, heating the solution to 80°C and then pass- 
ing ethylene into said solution at 40 psig for 20 minutes. 2.2 g of polyethylene were obtained and the average molecular 
weight of the polymer was 57,000. The polymer had a polydispersity of 2.5. 

5 EXAMPLE 7 

[0056] In this example, ethylene and acetylene were copolymerized by dissolving 0.05 g of the orange precipitate from 
Example 4 in toluene and then adding 2 ml of purified acetylene at atmospheric pressure in an NMR tube. An immedi- 
ate color change from orange to yellow was noted. After five minutes. 5 ml of ethylene at atmospheric pressure were 
io added to this mixture and an immediate exotherm was observed as was polymer formation. 

EXAMPLE 8 

[0057] In this example, an active isolable olefin polymerization catalyst was produced by first suspending 0.56 g of 
15 tri(n-butyf)ammonium tetra(o-tolyl)boron in 50 ml of toluene and then adding 0.25 g of bis(cyclopentadienyl)zirconium 
dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour an insoluble yellow precipitate separated 
from an orange solution. The yellow precipitate was isolated by filtration, washed three times with 20 ml of pentane and 
dried in-vacuo . 0.26 g of the yellow precipitate were recovered. 

20 EXAMPLE 9 

[0058] In this example, excess ethylene was added at atmospheric pressure to a portion of the orange mother liquor 
from Example 8 in a 100 ml side armed flask and polyethylene formed. Ethylene was also contacted with a portion of 
the yellow precipitate, which precipitate was suspended in toluene in a 50 ml side armed flask and again polyethylene 
25 was formed. 

EXAMPLE 10 

[0059] In this example, an active, isolable olefin polymerization catalyst was produced by first suspending 1.20 g of 
30 tri(n-butyl)ammonium tetra(p-ethylphenyl)boron in 50 ml of toluene and then adding 0.76 g of bis(pentamethylcyclopen- 
tadienyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, the reaction mixture 
was evaporated to dryness. The crude orange solid, which was produced, was recrystallized from hot toluene to give 
1 .0 g of orange-red crystals. A portion of this product was analyzed and confirmed to be an organometallic compound 
having the following structure: 

35 

B ( p-ethyl phenyl ) 3 

40 (C5Mes)2Zr 



CH3CH2 

45 

wherein Me is a methyl radical. 
EXAMPLE 11 

50 

[0060] In this example, ethylene was polymerized by dissolving 0.10 g of the orange-red crystals from Example 10 in 
toluene and then placing the solution in a steel autoclave under nitrogen pressure. Ethylene at 100 psig was then intro- 
duced into the autoclave and the autoclave heated to 80°C with agitation. After 10 minutes, the reactor was vented to 
atmospheric pressure and opened. The yield of linear polyethylene was 27 g having a weight average molecular weight 
55 of about 52,000. 
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EXAMPLE 12 

[0061] In this example, an active, isolable olefin polymerization catalyst was prepared by first suspending 0.78 g of 
tri(n-butyl)ammonium tetra(m,m-dimethylphenyl)boron in 50 ml of toluene and then adding 0.50 g of bis(pentamethyl- 
5 cyclopentadienyI)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, the reaction 
mixture was evaporated to dryness. The resulting crude red-brown solid was washed with 30 ml of pentane and dried 
in-vacuo to yield 0.56 g of a toluene soluble brown solid. Both the brown solid and the crude reaction mixture were dis- 
solved in 40 ml of toluene in a 1 00 ml side armed flask and were observed to polymerize ethylene at atmospheric pres- 
sure. 

10 

EXAMPLE 13 

[0062] In this example, two active, isolable olefin polymerization catalysts were prepared by first dissolving 0.78 g of 
tri(n-butyl)ammonium tetra(o,p-dimethylphenyl)boron in 30 ml of toluene and 15 ml of pentane. The solution was then 
15 cooled to -30°C and 0.50 g of bis(perrtamethylcyclopentadienyl)zirconium dimethyl were added. The mixture was 
warmed to room temperature with agitation and held for 4 hours. A yellow precipitate was separated from a purple reac- 
tion mixture by filtration. The yellow precipitate was dried in-vacuo to give 0.62 g of product. After separation of the yel- 
low precipitate, the purple mother liquor was evaporated to dryness to give 0.32 g of a purple glassy solid. The yellow 
and purple products polymerized ethylene in deuterotoluene in NMR tubes. 

20 

EXAMPLE 14 

[0063] In this example, an olefin polymerization catalyst was prepared by combining 0.06 g of bis(1 ,3-bistrimethylsi- 
lylcyclopentadienyl)zirconium dimethyl, 0.05 g of N.N-dimethylanilinium tetra(phenyl)boron and 1 ml of deuterobenzene 
25 in an NMR tube and allowing the components to react. The NMR spectrum showed complete loss of starting materials 
after 20 minutes at room temperature. The reaction mixture was then divided into two portions, diluted with 20 ml tolu- 
ene, and placed in 50 ml side armed flasks. Ethylene was added to one portion and propylene to the other. Rapid 
polymerization was observed in both cases. 

30 EXAMPLE 15 

[0064] In this example, an active olefin polymerization catalyst was prepared by first suspending 0.87 g of tri(n- 
butyl)ammonium tetra(p-tolyl)boron in 50 ml of toluene and then adding 0.50 g of (pentamethylcyclopentadi- 
enyl)(cyclopentadienyl)zirconium dimethyl. The reaction was stirred at room temperature for 18 hours to give a blue- 
35 green homogenous solution. The reaction mixture was dried in-vacuo. washed with 30 ml of pentane, and then redis- 
solved in 1 00 ml of toluene. The resulting blue-green solution was filtered into a glass pressure vessel and stirred under 
1 .5 atmospheres of ethylene. An immediate exotherm and polymer formation was observed upon exposure of ethylene. 
The yield of polyethylene was 4.5 g after 15 minutes. 

40 EXAMPLE 16 

[0065] In this example, an olefin polymerization catalyst was prepared by first suspending 0.1 g of tri(n-butyf)ammo- 
nium tetra(p-ethylphenyl)boron in 5 ml of d 6 -benzene and then adding 0.05 g of (pentamethylcyclopentadi- 
enyl)(cyclopentadienyl)zirconium dimethyl. The reaction was complete after 30 minutes. The green solution was then 
45 dried in-vacuo to give a green glassy solid. The crude green product was extracted with 20 ml of toluene. In separate 
experiments, the toluene extract was exposed to ethylene, to propylene and to a mixture of ethylene and propylene. In 
each case significant polymerization activity was observed. 

EXAMPLE 17 

so 

[0066] In this example, an active olefin polymerization catalyst was prepared by first suspending 0.22 g of tri(n- 
butyt)ammonium tetra(pentafluorophenyl)boron in 50 ml of toluene and then adding 0.10 g of bis(pentamethylcyclopen- 
tadienyl)zirconium dimethyl. The reaction vessel was capped with a rubber septum and stirred at room temperature. 
After 1 0 minutes the reaction mixture (now yellow and homogeneous) was pressurized with 1 .5 atmospheres of ethyl- 
55 ene and stirred vigorously. Rapid polymerization of ethylene was observed causing a significant increase in the reaction 
temperature (from room temperature to at least 80°C) during the first 5 minutes of polymerization. After 15 minutes, the 
reaction vessel was vented and methanol was added to kill the still active catalyst. The yield of linear polyethylene was 
3.7 g. 
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EXAMPLE 18 

[0067] In this example, an active olefin polymerization catalyst was prepared by suspending 0.34 g of tri(n- 
butyl)ammonium tetra(pentafluorophenyl)boron in 50 ml of toluene and then adding 0.13 g of (pentamethylcyclopenta- 

5 dienyl) (cyclopentadienyf)zirconium dimethyl. The reaction vessel was capped with a rubber septum and stirred at room 
temperature. After 10 minutes the reaction mixture (a yellow solution above an insoluble orange oil) was pressurized 
with 1 .5 atmospheres of ethylene and stirred vigorously. Rapid polymerization of ethylene was observed causing a sig- 
nificant increase in the reaction temperature (from room temperature to at least 80°C) during the first minutes of polym- 
erization. After 10 minutes, the reaction vessel was vented and methanol was added to kill the still active catalyst. The 

10 yield of linear polyethylene was 3.7 g. 

EXAMPLE 19 

[0068] In this example, an active olefin polymerization catalyst was prepared by combining 0. 1 8 g of tri(n-butyl)ammo- 
15 nium tetra(pentaf luorophenyl)boron in 50 ml of toluene and then adding 0.1 2 g of bis[1 ,3-bis(trimethylsilyl)cyclopenta- 
dienyQzirconium dimethyl. The reaction vessel was capped with a rubber septum and stirred at room temperature. After 
1 0 minutes the reaction mixture (a yellow solution above an insoluble yellow oil) was pressurized with 1 .5 atmospheres 
of ethylene and stirred vigorously. Rapid polymerization of ethylene was observed causing a significant increase in the 
reaction temperature (from room temperature to at least 80°C) during the first minutes of polymerization. After 10 min- 
20 utes the reaction vessel was vented and methanol was added to kill the still active catalyst. The yield of linear polyeth- 
ylene was 2.1 g. 

EXAMPLE 2Q 

25 [0069] In this example, an active olefin polymerization catalyst was prepared by suspending 0.34 g of tri(n- 
butyl)ammonium tetra(pentafluorophenyl)boron in 50 ml of toluene and then adding 0.10 g of bis(cyclopentadienyl)zir- 
conium dimethyl. The reaction vessel was capped with a rubber septum and stirred at room temperature. After 10 min- 
utes the reaction mixture (a yellow solution above an insoluble orange oil) was pressurized with 1 .5 atmospheres of 
ethylene and stirred vigorously. Rapid polymerization of ethylene was observed causing a significant increase in the 

30 reaction temperature (from room temperature to at least 80°C) during the first minutes of polymerization. After 1 0 min- 
utes the reaction vessel was vented and methanol was added to deactivate the still active catalyst. The yield of linear 
polyethylene was 3.7 g. 

EXAMPLE 21 

35 

[0070] In this example, an active olefin polymerization catalyst was prepared by combining 0. 1 2 g of tri (n-butyl)ammo- 
nion tetra(pentafluorophenyl)boron and 0.04 g of bis(cyclopentadienyl)zirconium dimethyl in 100 ml of toluene in a 250 
ml flask. The flask was capped with a rubber septum and stirred at 60°C for 3 minutes. Ethylene at 1 .5 atmospheres 
and 3 ml of 1 -hexene were then added to the flask. After 20 minutes, the flask was vented and methanol was added to 
40 deactivate the still active catalyst. The white polymeric product was collected by f iteration and dried in-vacuo to yield 
8.0 g of a hexene-ethylene copolymer. The melting point of the copolymer was 125°C. 

EXAMPLE 22 

45 [0071] In this example, an active, isolable olefin polymerization catalyst was prepared by first suspending 1.30 g of 
tri(n-butyl)ammonium tetra(p-tolyl)boron in 50 ml of toluene and then adding 1.00 g of bis(ethyltetramethylcyclopenta- 
dienyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, an insolable orange pre- 
cipitate separated from solution. The orange precipitate was isolated by Alteration, washed three times with 20 ml of 
pentane and dried in-vacuo. 0.55 g of the orange precipitate were recovered. The orange precipitate was analyzed and 

so found to contain an organometallic compound having the following structure: 



55 
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B(p-tolyl) 3 



(C 5 EtMe 4 )2Zr 




CH 3 



wherein Et is an ethyl radical and Me is a methyl radical. 
15 EXAMPLE 23 

[0072] In this example, 0.05 g of the orange precipitate produced in Example 22 was dissolved in 2 ml of deuterotol- 
uene and placed in a 5 mm NMR tube and capped with a rubber septum. Ethylene (2 ml at 1 atm) was added via syringe 
and immediately polymerized. 

20 

EXAMPLE 24 

[0073] In this example, ethylene and 1-butene were copolymerized in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry oxygen- 

25 free hexane, 40 ml of a toluene solution containing 4 mg of bis(cyclopentadienyl)zirconium dimethyl and 1 2 mg of tri(n- 
butyl)ammonium tetrakis(pentafluorophenyl)boron. 1-butene (200 ml) was added to the autoclave, which was further 
pressurized with 65 psig of ethylene. The autoclave was stirred and heated for 7 minutes at 60°. The reactor was vented 
and cooled and the contents dried. The yield of copolymer isolated was 9.2 g. The weight-average molecular weight of 
the polymer was 108,000 and the molecular weight distribution was 1.97. A compositional distribution analysis indi- 

30 cated a breadth index of 88%. 

EXAMPLE 25 

[0074] In this example, ethylene and 1-butene were copolymerized in a hexane diluent by adding under a nitrogen 
35 atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry, oxygen- 
free hexane, 40 ml of a toluene solution containing 4 mg of bis(cyclopentadienyl)zirconium dimethyl and 12 mg of tri(n- 
butyl)ammonium tetrakis(pentafluorophenyl)boron. 1-butene (200 ml) was added to the autoclave, which was further 
pressurized with 65 psig of ethylene. The autoclave was stirred and heated at 50° for 10 minutes. The autoclave was 
vented and cooled and the contents dried. The yield of copolymer isolated was 7.1 g. The weight-average molecular 
40 weight of the polymer was 92,000 with a molecular weight distribution of 1 .88. Analysis by 1 3 C NMR spectroscopy indi- 
cated a reactivity ratio OV2) of 0.145. 

EXAMPLE 26 

45 [0075] In this example, ethylene and 1-butene were copolymerized in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 mi of dry, oxygen- 
free hexane, 25 ml of a toluene solution containing 9 mg of bis[(t-butyl)cyclopentadienyl]zirconium dimethyl and 2.9 mg 
of N.N-dimethylanilinium tetrakis(perrtafluorophenyl)boron. 1-butene (100 ml) was added to the autoclave, which was 
further pressurized with 65 psig of ethylene. Hie autoclave was stirred and heated at 50° for 1 hour. The autoclave was 

so vented and cooled and the contents dried. The yield of copolymer isolated was 27.2 g. The weight-average molecular 
weight of the polymer was 23,000 with a molecular weight distribution of 1.8. Analysis of the composition distribution 
indicated a median comonomer content of 6.3 mole% and a breadth index of 81%. 

EXAMPLE 27 

55 

[0076] In this example, a stirred 1 00 ml steel autoclave reaction vessel which was equipped to perform Ziegler-Natta 
polymerization reactions at pressures up to 2500 bar and temperatures up to 300° was used. The temperature of the 
cleaned reactor containing ethylene at low pressure was equilibrated at the desired reaction temperature of 160°. The 
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catalyst solution was prepared by dissolving 259 mg of a zwitterionic catalyst (prepared from bis(ethyltetramethylcy- 
clopentadienyl)zirconium dimethyl and tri(n-butyl)ammonium tetra(p-ethylphenyl)boron in 10.0 ml of distilled toluene 
under nitrogen. A 0.4 ml portion of this catalyst solution was transferred by low-pressure nitrogen into a constant-vol- 
ume injection tube, which was held at 25°. Ethylene was pressured into the autoclave at a total pressure of 1500 bar. 

5 The reactor contents were stirred at 1000 rpm for 1 minute at which time the catalyst solution was rapidly injected into 
the stirring reactor with excess pressure. The temperature and pressure changes were recorded continuously for 120 
seconds at which time the contents were rapidly vented, yielding the polymer. The reactor was washed with xylene to 
collect any polymer remaining inside and all polymer was dried in vacuo. The yield of polyethylene isolated was 0.56 g. 
This polymer had a weight-average molecular weight of 21 ,900, a molecular weight distribution of 10.6 and a density of 

10 0.965 g/ml. 

EXAMPLE 28 

[0077] In this example, ethylene was polymerized by adding under a nitrogen atmosphere to a 1 L stainless-steel 
is autoclave, previously purged with nitrogen and containing 400 ml of dry, oxygen-free hexane, first a solution of 15 mg 
of bis(cyclopentadienyl) hafnium dimethyl in 30 ml of toluene, then, after 5 minutes, a toluene solution (50 ml) containing 
12 mg of bis(cyclopentadienyl)hafnium dimethyl and 30 mg of tri(n-butyl)ammonium tetrakis(perfluorophenyl)boron. 
The autoclave was pressured with 90 psig of ethylene and stirred at 60°. After 1 hour, the autoclave was vented and 
opened. The yield of linear polyethylene isolated was 73.8 g. This material had a weight-average molecular weight of 
20 1 ,100.000 and a molecular weight distribution of 1 .78. 

EXAMPLE 29 

[0078] In this example, ethylene and propylene were copolymerized in a hexane diluent by adding under a nitrogen 
25 atmosphere to a 1 L stainleess-steel autoclave previously flushed with nitrogen and containing 400 ml of dry, oxygen- 
free hexane, first a solution of 15 mg bis(cyclopentadienyl)hafnium dimethyl in 25 ml of toluene, stirring for 5 minutes, 
then 50 ml of a toluene solution containing 17 mg bis(cyclopentadienyl)hafnium dimethyl and 42 mg of tri(n- 
butyl)ammonium tetrakis(pentaf luorophenyl)boron. Propylene (200 ml) was added to the autoclave, which was further 
pressured with an additional 50 psig of ethylene. The autoclave was stirred at 60° for 15 minutes. The reactor was 
30 vented and opened and the residual hexane in the contents evaporated under a stream of air. The yield of copolymer 
isolated was 61 .0 g. This copolymer, which was 35.1 wt% ethylene, had a weight-average molecular weight of 103,000 
and a molecular weight distribution of 2.3. Analysis by 13 C NMR spectroscopy indicated a statistically random copoly- 
mer. 

35 5XAMPL5 3Q 

[0079] In this example, ethylene and propylene were copolymerized in bulk propylene by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave preeviously flushed with nitrogen 50 ml of a toluene solution containing 
36 mg of bis(cyclopentadienyi)hafnium dimethyl and 11 mg of N.N-dimethytanilinium tetrakis(pentafluorophenyl)boron. 
40 Propylene (400 ml) was added to the autoclave, which was further pressurized with 120 psig of ethylene. After stirring 
for 15 minutes at 50°, the reactor was vented and opened and the contents dried under a stream of air. The yield of 
copolymer isolated was 52.6 g. The copolymer, which was 38.1 wt% ethylene, had a weight-average molecular weight 
of 603,000 and a molecular weight distribution of 1 .93. 

45 EXAMPLE 31 

[0080] In this example, ethylene and 1-butene were copolymerized in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry, oxygen- 
free hexane, first a 30 ml of a toluene solution containing 15 mg of bis(cyclopentadienyl hafnium dimethyl, then after 

so stirring for 5 minutes, 30 ml of a toluene solution containing 1 2 mg of bis(cyclopentadieny I) hafnium dimethyl and 30 mg 
of tri(n-butyl)ammonium tetrakis(pentafluorophenyl)boron. 1-butene (50 ml) was added to the autoclave, which was fur- 
ther pressurized with 65 psig of ethylene. The autoclave was stirred and heated to 50° for 1 hour. The reactor was 
vented and opened and the contents dried in a vacuum oven. The yield of copolymer isolated was 78.7 g. This copoly- 
mer, which was 62.6 wt% ethylene, had a weight-average molecular weight of 105,000 and a molecular weight distribu- 

55 tion of 4.94. Analysis by 13 C NMR spectroscopy indicated a reactivity ratio (r^ of 0.153. 
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EXAMPLE 32 

[0081] In this example, ethylene, propylene, and 1 -butene were copolymerized in a hexane diluent by adding under a 
nitrogen atmosphere to a 1 L stainless-steel reactor, previously flushed with nitrogen and containing 400 ml of dry, oxy- 

5 gen-free hexane, 50 ml of a toluene solution containing 19 mg of bis(cyclopentadienyI)hafnium dimethyl and 15 mg of 
tri(n-butyl)ammonium tetraWs(pentafluorophenyl)boron. 1 -butene (50 ml) and propylene (25 ml) were added to the 
autoclave, which was further pressurized with 60 psig of ethylene. The autoclave was stirred at 50° for 45 minutes, then 
cooled and vented. The contents were dried under a stream of air. The yield of isolated terpolymer was 17.9 g. The 
weight-average molecular weight of the polymer was 188,000 and the molecular weight distribution was 1 .89. Analysis 

10 by 13 C NMR spectroscopy indicated that the polymer contained 62.9 mole% ethylene, 25.8 mole% propylene, and 1 1 .3 
mole% butene. 

EXAMPLE 33 

is [0082] In this example, ethylene, propylene, and 1 ,4-hexadiene were copolymerized in a hexane diluent by adding 
under a nitrogen atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml 
of dry, oxygen-free hexane, first 100 ml of freshly-distilled 1 ,4-hexadiene, then 50 ml of a catalyst solution containing 72 
mg of bis(cyclopentadienyl)hafnium dimethyl and 16 mg N,N-dimethylanilinium tetraks(perfluorophenyl)boron. Propyl- 
ene (50 ml) was added to the autoclave, which was further pressurized with 90 psig of ethylene. The autoclave was 

20 stirred at 50° for 1 0 minutes, then cooled and vented. The contents were dried under a stream of air. The yield of iso- 
lated terpolymer was 30.7 g. The weight-average molecular weight of the polymer was 191,000 and the molecular 
weight distribution was 1 .61 . Analysis by 13 C NMR spectroscopy indicated that the polymer contained 70.5 mole% eth- 
ylene, 24.8 mole% propylene, and 4.7 mole% 1 ,4-hexadiene. 

25 EXAMPLE 34 . 

[0083] In this example, ethylene and 1 -hexene were copolymerized in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry, oxygen- 
free hexane, first 30 ml of toluene solution containing 15 mg of bis(cydopentadienyl)hafnium dimethyl, then, after 5 min- 

30 utes, 100 ml of alumina-filtered and degassed 1 -hexene and then 50 ml of a toluene solution containing 12 mg of 
bis(cyclopentadienyl)hafnium dimethyl and 30 mg of tri(n-butyl)ammonium tetrakis(pentaf luorophenyl)boron. The auto- 
clave was pressurized with 65 psig of ethylene, stirred and heated at 50° for 1 hour, then cooled and vented. The con- 
tents were dried in a vacuum oven. The yield of isolated copolymer was 54.7 g. The copolymer, which was 46 wt% 
ethylene, had a weight-average molecular weight of 138,000 and a molecular weight distribution of 3.08. Analysis by 

35 13 C NMR spectroscopy indicated a reactivity ratio (r^) of 0.262. 

EXAMPLE 35 

[0084] In this example, propylene was polymerized in a hexane diluent by adding under a nitrogen atmosphere to a 
40 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 200 ml of dry, oxygen-free hexane. 50 ml 
of a toluene solution containing 72 mg of bis(cyclopentadienyl)hafnium dimethyl and 22 mg of N.N-dimethylanilinium 
tetrakis(pentafluorophenyt)boron. Propylene (200 ml) was added and the autoclave was stirred at 40° for 65 minutes. 
The autoclave was cooled and vented and the contents dried in a vacuum oven. The yield of atactic polypropylene was 
37.7 g. The weight-average molecular weight of this polymer was 92,000 and the molecular weight distribution was 
45 1.54. 

EXAMPLE 36 

[0085] In this experiment, propylene was polymerized in bulk propylene by adding under a nitrogen atmosphere to a 
so 1 L stainless-steel autoclave, previously flushed with nitrogen, 50 ml of a toluene solution containing 77 mg of 
bis(cyclopentadienyl)hafnium dimethyl and 22 mg of N.N-dimethylanilinium tetrakis(pentafluorophenyf)boron. Propyl- 
ene (400 ml) was added and the autoclave stirred at 40° for 90 minutes. The autoclave was cooled and vented and the 
contents dried in a vacuum oven. The yield of atactic polypropylene isolated was 58.7 g. The weight-average molecular 
weight of this polymer was 1 91 ,000 and the molecular weight distribution was 1 .60. 

55 

EXAMPLE 37 

[0086] In this example, propylene was polymerized in bulk propylene by washing 72 mg of bis(cyclopentadienyl)haf- 
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nium dimethyl and 22 mg of N,N<limethylanilinium tetrakis(pentafluorophenyl)boron into a 1 L stainless-steel autoclave, 
previously flushed with nitrogen, with 500 ml of propylene. The autoclave was stirred at 40° for 90 minutes and at 50° 
for another 30 minutes, then cooled and vented. 2.3 g of atactic polypropylene were isolated. 

EXAMPLE 38 

[0087] In this example, ethylene was polymerized by reacting 55 mg of bis(trimethylsilylcyclopentadienyl)hafnium 
dimethyl with 80 mg of N,N-dimethylanilinium tetrakis(pentafluorophenyl boron in 5 ml of toluene in a serum-capped 
vial. On passing ethylene through the solution for 15 seconds, polymer formed as the mixture grew hot The vial was 
opened and the contents diluted with acetone, filtered, washed, and dried. The yield of polyethylene was 0.26 g. 

EXAMPLE 39 

[0088] In this example, propylene was polymerized in bulk propylene by adding under a nitrogen atmosphere to a 1 
L stainless-steel autoclave, previously flushed with nitrogen, 25 ml of a toluene solution containing 1 0 mg of rac-dimeth- 
ylsilyl bis(indenyl)hafnium dimethyl and 5 mg of N,N-dimethylanilinium tetrakis(pentafluorophenyl)boron. Propylene 
(500 ml} was added and the autoclave stirred at 40° for 4.5 hours. The autoclave was cooled and vented and the con- 
tents dried in a vacuum even. The yield of isotactic polypropylene isolated was 78.5 g. The weight-average molecular 
weight of this polymer was 555,000 and the molecular weight distribution was 1 .86. The polymer had a melting point of 
139°C. Analysis by 13 C NMR spectroscopy indicated that the polymer was about 95% isotactic. 

EXAMPLE 4Q 

[0089] In this example, an active ethylene polymerization catalyst was prepared by suspending 40 mg of N,N<limeth- 
yianilinium tetrakis(pentafluorophenyl)boron and 17 mg of 1-bis(cyclopentadienyl)zircona-3-dimethylsilacyclobutane in 
10 ml of toluene in a septum-capped round bottomed flask. Passage of ethylene through the solution for 30 seconds 
caused the solution to become hot as polymer precipitated. The flask was opened and the contents diluted with ace- 
tone. The polymer was filtered off, washed with acetone, and dried in vacuo. The yield of polymer isolated was 0.15 g. 

EXAMPLE 41 

[0090] In th[s example, an active ethylene polymerization catalyst was prepared by suspending 36 mg of 1- 
bis(cyclopentadienyl)titana-3-dimethylsilacydobutane and 80 mg of N.N-dimethylanilinium tetrakis(pentafluorophe- 
nyl)boron in 20 ml of toluene in a serum-capped round-bottomed flask. The solution darkened when ethylene was 
passed through it. After 5 minutes, the flask was opened and the contents diluted with ethanol. The polymer was filtered 
off, washed with ethanol, and dried. The yield of polyethylene isolated was 0.51 g. 

EXAMPLE 42 

[0091 ] In this example, an active ethylene polymerization catalyst was prepared by suspending 29 mg of (pentamethyl 
cyclopentadienyl)(tetramethyl-eta 1 -cyclopentadienyl)zirconium phenyl and 43 mg of tri(n-butyl)ammoniumtetrakis(pen- 
tafluorophenyQboron in 25 ml of toluene in a serum-capped round-bottomed flask. On passing ethylene through the 
solution, polymer formed almost instantly. After 5 minutes, the flask was opened and the contents diluted with ethanol. 
The polymer was filtered off, washed with acetone, and dried. The yield of polyethylene isolated was 0.49 g. 

EXAMPLE 43 

[0092] In this example, an active ethylene polymerization catalyst was prepared by suspending 34 mg of bis(cyclopen- 
tadienyl)zirconium(2,3-dimethyl-1 ,3-butadiene) and 85 mg of tri(n-butyl)ammonium tetrakis(pentafluorophenyl)boron in 
50 ml of toluene in a serum-capped bottle. On introducing ethylene, the solution grew warm instantly as polymer pre- 
cipitated. After 5 minutes the bottle was opened and the contents diluted with ethanol. The polymer formed was filtered 
off, washed with ethanol, and dried. The yield of polymer isolated was 1 .06 g. 

EXAMPLE 44 

[0093] In this example, ethylene was polymerized by reacting 20 mg of 1 -bis(cyclopentadienyl)hafna-3-dimethylsila- 
cyclobutane and 39 mg of N.N-dimethylanilinium tetrakis(pentafluorophenyl)boron in 20 ml of toluene in a serum- 
capped round-bottomed flask. On passing ethylene through the solution, polymer precipitated as the solution grew 
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warm. After 1 minute, the flask was opened and the contents diluted with ethanol. The polymer was filtered off, washed 
with ethanol, and dried. The yield of polyethylene isolated was 0.263 g. 

EX AM P LE 45 

5 

[0094] In this example, ethylene was polymerized by reacting 21 mg of bis(cyclopentadienyI)hafnium(2,3-dimethyl- 
1 ,3-butadiene) and 41 mg of tri(n-butyi)ammonium tetrakis(pentaf luorophenyl) boron in 50 ml of toluene in a serum- 
capped bottle. On passing ethylene through the solution, polymer precipitated within seconds. After 10 minutes, the bot- 
tle was opened and the contents diluted with ethanol. The solid polymer was filtered off, washed with acetone, and 
10 dried. The yield of polyethylene isolated was 0.93 g. 

EXAMPLE 46 

[0095] In this example, ethylene was polymerized by reacting 53 mg of (pentamethylcyclopentadieny1)(tetramethylcy- 
15 clopentadienylmethylene)hafnium benzyl and 75 mg of N.N-dimethytanilinium tetrakis(pentafluorophenyl)boron in 50 
ml of toluene in a serum-capped bottle. Ethylene was passed through the solution for 10 minutes. The bottle was 
opened and the contents diluted with ethanol. The polymer was filtered off, washed with acetone, and dried. The yield 
of polyethylene isolated was 0.65 g. 

[0096] While the present invention has been described and illustrated by reference to particular embodiments thereof, 
20 it will be appreciated by those of ordinary skill in the art that the same lends itself to variations not necessarily illustrated 
herein. For this reason, then, reference should be made solely to the appended claims for purposes of determining the 
true scope of the present invention. 

Claims 

25 

1. A polymeric product produced by polymerising a-olefins, diolefins and/or acetylenically unsaturated monomers 
with a catalyst comprising an ion pair comprising an anion of the formula [(M') m+ Q 1 Q2 ... QrJ d " wherein: 

M* is boron or aluminium; 

30 Oi to O n are selected independently from the group consisting of hydride radicals, dialkylamido radicals, alkox- 

ide and aryloxide radicals, hydrocarbyl and substituted hydrocarbyl radicals and organometalloid radicals and 
any one, but no more than one of the to O n may be a halide radical - the remaining Q 1 to O n being inde- 
pendently selected from the foregoing radicals; 
m is an integer from 1 to 7; n is an integer from 2 to 8; and n-m = d , 

35 the anion containing substituted aromatic carbons and being fluorine substituted so as to resist degradation. 

2. A polymeric product according to claim 1 , in which the anion is a single coordination complex of the general formula 
[BAr 1 Ar 2 X 3 X4]' wherein: 

40 B is boron in a valence state of 3; 

Ar, and Ar 2 are the same or different f luoro- or f luorohydrocarbyl substituted aromatic hydrocarbon radicals 
containing from 6 to 20 carbon atoms, optionally linked to each other through a stable bridging group; and 
X 3 and X4 are radicals selected, independently, from hydride radicals, halide radicals, with the proviso that only 
X 3 or X4 will be halide at the same time, hydrocarbyl radicals containing from 1 to 20 carbon atoms, substituted 

45 hydrocarbyl radicals, wherein one or more of the hydrogen atoms is replaced by a halogen atom, containing 

from 1 to 20 carbon atoms, hydrocarbyl-substituted metal (organometalloid) radicals wherein each hydrocarbyl 
substitution contains from 1 to 20 carbon atoms and said metal is of Group IV-A of the Periodic Table of Ele- 
ments. 

so 3. A polymeric product according to claim 2, in which X 3 and X4 are the same or different f luoro- or f luorohydrocarbyl 
substituted aromatic hydrocarbon radicals containing from 6 to 20 carbon atoms, optionally X 3 and X 4 are linked to 
each other, or either or both of Ar 1 and Ar 2 are linked to X 3 and X4 through a stable bridging group. 

4. A polymeric product according to any of claims 1 to 3, in which the ion pair consists of the anion and a Group IV 
55 metal cation with a formal coordination number of 3 and a valence of +4. 
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